Patent 

Serial No. 10/533,727 
Amendment in Reply to Office Action of March 10, 2008 

Amendments to the Claims 

This listing of claims will replace all prior versions, and 

listings, of claims in the application; 

Listing of Claims; 

1. {Previously presented} An electric automotive signal lamp 

having a glass envelope, the glass being red colored, the glass 
composition comprising copper between 0.1 and 2% by weight, tin 
between 0.1 and 2% by weight, barium between 7 and 11% by weight, 
SiO^ between 60 and 70% by weight, and strontium between 1 and 5% 
by weight . 



2. (Currently amended) Aah -The electric lamp as claimed in claim 
1, wherein the glass composition, expressed in percents by weight 
of the oxidic forms of the constituents, comprises: 



SiO^ 


60-72 


Al,03 


1-5 


Li^O 


0.5-1.5. 


Na^O 


5-9 


KjO 


3-7 


MgO 


1-2 


CaO 


1-3 


SrO 


1-5 
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BaO 


7-11 


CuO 


0.1-2 


SnOj 


0.1-2 



3. (New) The electric lamp as claimed in claim 1, wherein the 

glass composition, expressed in percents by weight of the oxidic 
forms of the constituents, comprises: 



SiOj 


60-72 




1-5 


LijO 


0.5-1.5 


NajO 


5-9 


K^O 


3-7 


MgO 


1-2 


CaO 


1-3 


SrO 


1-5 


BaO 


7-11 


CuO 


0.6-0.9 


SnOs 


0.3-1.8 



4. (New) The electric lamp as claimed in claim 1, wherein the 

glass composition comprises between 0.6 - 0.9 percent by weight of 
the oxidic form of CuO. 



FR020115^amd- 06-02- 08. doc 



3 



Patent 

Serial No. 10/533,727 
Amendment in Reply to Office Action of March 10, 2008 

5. (New) The electric lamp as claimed in claim 1, wherein the 
glass composition comprises between 0.3 - 1.8 percent by weight of 
the oxidic form of SnOj, 

6. (New) The electric lamp as claimed in claim 1, wherein the 
glass composition comprises from a trace amount up to 0.05 percent 
by weight of the oxidic form of FejOj. 

7. (New) The electric lamp as claimed in claim 3, wherein the 
glass composition comprises from a trace amount up to 0,05 percent 
by weight of the oxidic form of FeaO^. 
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